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L^lnventlon concerne ane coinpo.^i tion de caoutchouc vulcanl- 
sable dont 1' ef fluorescence du soufre est amelioree, et plus partlcu- 
llerement une composition de caoutchouc amelioree obtenue en mainte- 
nant le soufre en sursaturation dans ladite coDposition^ a l*6tat de 
dispersion. 

Dans la preparation de produits de caoutchouc, tela que les 
pneus, les courroles, etc... il est souvent n^cessaire de faire adhe- 
rer le caoutchouc au caoutchouc, ou a des matieres differentes, telles 
qu*un metai ou des fibres organiques, et il est bien connu que 1 'ad- 
herence du caoutchouc non vulcanise affecte xa transforaiation et la 
productivity. 

L*une des causes de la diminution de I'adherence da caout- 
chouc non vulvanise provient de I'apparition de matieres etrangires, 
d'une adherence beaucoup plus faible que celle propre au caoutchouc 
non vulvanise, dons des portions ou dans la totality de la zone d 'ad- 
herence du caoutchouc non vulcanise , due a une conservation prolongee* 
etc.y qui reduit ainsi une zone de mouillac^e entre chaque matiere en 
contact et se traduit par l*apparitlon du phenoraene dlt d*ef fluores- 
cence. £d particuller, le phenomene d'ef fluorescence du soufre, utili- 
se conme absent de vulcanisation, diminue considerablement l*adhesivite 
et ie pouvoir collant du caoutchouc non vulcanise, et il est done hau- 
tement desirable et indispensable d»anicliorer l*ef fluorescence du sou- 
fre dane les coapositlons de caoutchouc. 

L'exajnen de l*etat du soufre dans le caoutchouc au cours 
do processus de sa preparation, A I'alde d'un mlcro-analyseur aux 
rayons X, d"un microscope optique, d'un nicroscope electronique et 
d'un Eicroscope a balayage Electronique, permet d'etablir une relation 
entre le mecanlsme d' apparition d'ef fluorescence du soufre et les ope- 
rations individuelles suivantes de preparation. 

En vue de regler 1 »ef fl uorescence du soufre, sur la base 
des observations indiquees ci-spres, on constate que selon les pre- 
cedes connus, on eoploie, par exeniple, du soufre insoluble, comme de- 
crlt dans le brevet jeponeis 13075/61, ou un dcnneur de soufre, 
comme decrit dans les brevets japonais 6096/72 et 6^*98/72, pour 
eopecher la dissolution du soufre melange sous forne de structure cy- 
cllque octogonale (S^^), dans le caoutchouc, autant que possible. 



2 



2417522 



10 



15 



20 



25 



(Operation de moulagc 
et de transformation) 



(Mecanisne de 1 'apparition 

de I'ef fluorescence du soufre) 

(A) 



Cylindre du m^langeur 



Eambury - 
Extrusion sur 
calandre - 



i 



Refroidissenent 

a I'eau - 
Enroulement 

Retrecissement - 
Coupe 



Bepos Jusqu'au 
noulage 



< 



Elevation 
de 

Temperature 



> 



Le soufre melange (S) est dia 
sous dans le caoutchouc sous 
forme de soufre cyclique oc- 
togonal (Sg) 



^Super- 
re f roi dissemen t 



^ Exci- 
tation y 



(B) 



> 



S a I'etat de sursaturation 
8 

dans le caoutchouc 



(C) / 



(E) 



^Repos^ 



Agglomeration au 

Sq sursature d 
o 

la surface du 
caoutchouc (for- 
mation de noyau 

en surface) 


Collision par 
mouvement brow- 
nien ou agglome- 
ration Interne 
da Sg sursatur^ 
(formation de 
noyau interne) 






(D) ^ 






Sq dans le 
0 

caoutchouc dif- 
fuse vers le 
noyau en sur- 
face 


Croiseance de 
cristaux d I'in- 
terieur du 
caoutchouc 





lcr.,«.on .leve la temperature, ou pour e^pecher le S3 
le cLutchouc d.itre a.en. . «n .tat sursatur. et ^ f ^^^^ ^'^.f 
per-refroldissement. en se rif^rant aux mecanis.es (A) et <B) d appa 
rltlon de I- ef fluorescence du soufre. Toutefois, 4tant donni que la 
„ te.plrature de transition du soufre insoluble d I'etat S3 est d envi- 
ron 105 a HO-C, il est n^cessaire de diminuer la vitesee de calandra- 
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ge ou d'extrusion, pour que la temperature ne depasse pas cette tempi- 
rature de transition, partlculierement dans le calandrage ou 1« extrusion 
de caoutchouc de haut module d*61asticite. II en resulte non seulement 
un abalssement de la productivity, mais encore uue deterioration desa- 
vantageuse du pouvolr de dispersion du soufre insoluble lui-meme. 
D*autre part, I'emploi de donneur de soufre pose un probl^nse de cout 
et 11 a done ete tres difficile, jusqu«a present, de regler. pratique- 
ment et efficacement 1 * ef fluorescence du soufre. 

Alors que lee mecanisses (C) et (D) d*apparition de I'effluo- 
reecence du soufre sont .promus par la quantity et les conditions d* ex- 
citation et de temperature de repos, au cours des operations, la for* 
nation de noyaux de soufre et la croissance de cristaux sur la surface 
du caoutchouc, repr^sentatifs du phenomene d • ef fluorescence, relevent 
d'un processus de diffusion dans lequel le soufre en sursaturation 
se propage sur la surface du caoutchouc ou k travers l*interleur du 
caoutchouc et commence a s'agglomerer et k croltre autour du noyau. Ita 
ralson de ces constatations, la presents invention est basee sur la 
reaction de Sg dans le caoutchouc, avec un agent tensio-actif , pour 
disperser et stabiliser Sg 

L'invention a pour objet une composition de caoutchouc vul- 
canisable dont 1* ef fluorescence du soufre est azaeliorie, obtentte par 
addition d'un agent tensio*actif a une conposition de caoutchouc & 
laguelle on a nilangi du soufre, comme agent de vulcanisation, dans 
la proportion de 0,5 a 10 parties en poids, pour 100 parties en pcids 
du caoutchouc, qui peut etre un caoutchouc naturel ou synthetique ou 
leur melange, pour maintenir le soufre en sursaturation dans un Stat 
de dispersion a I'interieur de la composition de caoutchouc 
vulca Disable. 

L»agent tensic-actlf convenant k la presente. invention prfe- 
sente de fortes proprietes lipophiles, compatibles avec le caoutchouc, 
correspondant a une valeur HL (equilibre hydrophile-lipophile) de 1 
k 8, de preference de 2a 8, qui represente le rapport entre les grott- 
pes hydi-ophiles et lipophiles ; des exemples de tels agents tensio-ac- 
tife sont donnas par les . esters des acldes ol^ique, stiarlque, palmi- 
tique, lauriqae avec le sorbitanne, les esters des acides oleique et 
6t£arlque avec le polyoxyethylene, le polyoxyethylene-nonylphenol, le 
at^arate et le laurate dv diethylene glycol, etc. 
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Si la valeur HL est inferieure a 1, l*affinit6 de I'agent 
tensio-actif envers le caoutchouc est telleinent SlevSe qu'il 
est ^ peine adsorb^ h 1' interface entre le caoutchouc et le 
soufre et qu'il est dissous dans le caoutchouc, tandis que si cef.te 
valeur est superleure & 8f I'afflnit* envers le caoutchouc est .telle- 
aent faible que la quantity d'agent adsorbee est faible, en raison d*une' 
adsorption partielle i !• Interface entre le caoutchouc et le soufre, de 
sorte qu»on ne peut obtenlr un etat stable avant une longue duree. 

Selon 1 'invention, on ajoute 1' agent tensio-actif dans la 
proportion de 0,1 a I5056 en polds, de pr6f6rence 0,5 4 ^00% en poids, 
par rapport au soufre ajout^ comne agent de vulcanisation. Si on ajoute 
aoins de 0,1% en poids, cette quantity n'est pas suffisante pour obte- 
nir une adsorption monomol^culaire a 1* Interface entre tout le soufre 
et le caoutchouc, tandis que si on en ajoute plus de 150% en poids, 
les proprietes physiques du caoutchouc sent alt^rees* 

Selon 1» invention, I'toergle mlse en oeuvre est ^lev6e, en 
raison de la cristallisation du soufre, et la stabilisation par disper- 
sion du soufre est difficile pendant une longue dur^e. L'lnvention con- 
vlent done aux cas oH la duree d« excitation k la surface du caoutchouc 
est limitee a 1» operation de refroidissement et au debut de 1« operation 
de repos, telle que celle de 1* extrusion dans le processus de prepara- 
tion du caoutchouc* 

On peut jnelanger aux compositions de caoutchouc de 1* invention 
d*autre8 ingredients que le soufre, comme d'autres agents de vulcani.^a- 
tion usuels, des accelerateurs de vulcanisation, des promoteurs de vul- 
canisation, des agents de ramolllssement, des antioxydants, des charges 
de ren for cement, etc. 

On peut, selon la presente Invention, utlliser dl verses sor- 
tes de caoutchoucs synthetiques, coicneles caoutchoucs de polylsoprene, 
de polybutadiene, de copolymere styrene-butadiene, de copolymere acrylo- 
nitrile-butadidne, de copolymere ethylene-propyl toe, de butyle et autres 
caoutchoucs semblables* 

L' agent tensio-actif ajoute aux compositiona de caoutchouc 
selon 1 'invention, ne produit aucun effet sensible sur les proprietes 
physiques des caoutchoucs non vulcanises et vulcanises* 

L» invention sera mieux comprise & la lecture de la description 
detainee qui suit de plusieurs exemples non linitatifs de divers modes 
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de realisation de l*lnventlon. 

iRxemvleB 1 A 1 1 ' 

Les di verses compositions de caoutchouc indiquSes au tableau 1 
sent malax^es, extrudeec a travers une filiere froide d' environ 15,24 cm 
pour tubes, refroidies A I'eau, exclt^es par une operation de retrScifi- 
sement, puis laissees au repoe pendant 1 a .3 joars^ On dfetermine I'ef- 
fluorescehce du sou f re par photographic au microecope optique, et on me- 
sure la zone d'ef fluorescence avec un analyseur d'image (vendu sous la 
denomination coianierciale de "Oa;U2:icoii" par la Societe dite Shimazu 
Seisakusho Ltd), pour mesurer le taux d"ef fluorescence pour la surface 
du caoutchouc* 

Les proprl^tes physiques des diverses compositions de caout- 
chouc » vulcanis^ cu non, sont deternineos suivant les normes JIS K6300 
et JIS K630I et ies r^sultats obtenus sont donnes au tableau U 

Ces resultats montrent que les compositions de caoutchouc 
de I'invention, contenant un agent tensio-actif, presentent une grande 
amelioration de 1 'ef fluorescence de soufre, et, qu'en outre, les pro- 
pri^t^s physiques des caoutchoucs vulcanises et non vulcanisis ne sont 
pas scnsiblement modifi^es, par comparaison A cellee de compositions 
de caoutchouc ne contenant pas d* agent tensio-actif . 

Bien entendu, 1 'invention n»est nullement limitee aux exam- 
ples d^crits ; elle est susceptible de nomcreuses variantes accessi- 
bles A I'homme de I'art, sans qu'on s*icarte pour cela de 1« esprit 
de 1* invention. 
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RKV?:HDI CATIONS 

1. Composition vulcanisable de caoutchouc dont I'ef fluores- 
cence du soufre est a3.mor6e. caractferisfee en ce qu'on ajoute un agent 
tc-nsio-actlf & une composition de caoutchouc & laquelle on a n.61ang4 

du soufre comme agent de vulcanisation, dans la proportion de 0,5 i 
5 10 parties en polds, pour 100 parties en poids du caoutchouc, qui 

peut etre un caoutchouc naturel ou synthetique, oa leur melange, pour 
,nalntenir le soufre en sursaturation 4 I'etat de dispersion dans ladite 
consposltion de caoutchouc vulcanisable. 

2. Corsposition selon la revendication 1 , caracterlsee en ce 
10 cue I'agent tensio-actif a une valeur HL de 1 A 8, qui represents un 

rapport d'^quillbre entre see groupes hydrophiles et llpophlles. 

3. CoBjposition selon la revendication 2, caracterisfee en ce 
que I'agent tensio-actif est un ester des acides ol^iqiie, stearique, 
palraitique ou laurlque avec le sorbitanne, ou d'un ester des acides 

15 oleique ou stgarique avec le polyoxyfithylSne, ou le polyoaty^thylSne 
nonylphenol, ou le stSarate on le laurate de di^thylfene glycol. 

It. Composition selon la revendication 1, caractferisfee en ce 
qu'on ajoute 0,5 ^ ^30% en poids de I'agent tensio actif, par rapport 
au soufre, ajoute comme agent de vulcanisation. 
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This invention concerns a composition of vulcanisable rubber in which the 
efflorescence of sulfur is improved, and more particularly an improved 
composition of rubber obtained by holding sulfur in super saturation in the 
aforementioned composition at the state of dispersion. 

In the preparation of rubber products, such as tires, belts, etc... it is often 
necessary to make the rubber adhere to rubber, or to different materials such as 
metal or organic fibers, and it is well known that the adhesion of non-vulcanized 
rubber affects the transfonnation and the productivity. 

One of the causes of the reduction of adhesion of non-vulcanized mbber 
comes from the appearance of foreign materials, of an adhesion property much 
weaker than that of non-vulcanized rubber, in the portions and in the totality of 
the zone of adhesion of non-vulcanized rubber, due to a prolonged conservation, 
etc which thus reduces a zone of anchoring between each matenal in contact 
and translates itself in the appearance of the phenomenon called efflorescence. 
In particular, the phenomenon of the efflorescence of the sulfur, used as an 
agent of vulcanization, considerably reduces the adhesiveness and the sticking 
power of the non-vulcanized rubber, and it is then highly desirable and 
indispensable to improve the efflorescence of sulfur in compositions of rubber. 

The examination of the state of sulfur in the rubber during the course of 
the process of its preparation, with the aid of an x-ray micro-analyzer, an optical 
microscope, an electron microscope, and a scanning electron microscope, 
permits the establishment of a link between the mechanism of the appearance of 
efflorescence of the sulfur and the individual processes following the preparation. 

With a view towards regulating the efflorescence of sulfur on the basis of 
the observations indicated below, it can be noted that according to the known 
processes, you can use. for example, insoluble sulfur as descnbed in Japanese 
Patent No 1 3075/61 . or a sulfur donor as described in Japanese Patents no 
6096/72 and 6498/72 in order to prevent the dissolution of sulfur combined under 
the fonn of cyclic octagonal structure (S8) , in the rubber, as much as 
possible 
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...or extrusion, so that the temperature does not exceed this transition 
temperature, particularly ion the calendaring or extrusion of the rubber at the 
highest module of elasticity. This results in not only a lowering of the productivity 
but also a disadvantageous deterioration in the power of dispersion of the 
insoluble sulfur itself. On the other hand, the use of a sulfur donor poses a 
problem of cost, and it has been very difficult up tot the present to practically and 
effectively regulate the efflorescence of sulfur. 

While mechanisms (C) and (D) of the appearance of efflorescence of 
sulfur are brought about by the quantity and conditions of excitation and of 
resting temperature, during the course of the process, the formation of pockets of 
sulfur and the growth of crystals on the surface of the rubber, representative of 
the phenomenon of efflorescence, going back to the process of diffusion in 
which super saturated sulfur propagates on the surface of the rubber or 
throughout the interior of the rubber and begins to group together and to grow 
around the pockets. Given these findings, this invention is based on the reaction 
of S8 in the rubber with a tensio-active agent, in order to disperse and stabilize 
the S8. 

The goal of this invention is a composition of vulcanisable rubber in which 
the efflorescence of sulfur is Improved, obtained by adding a tensio-active agent 
to the composition of rubber to which sulfur has been added as an agent of 
vulcanization in a proportion of 0.5 to 10 parts per weight for 100 parts per vyeight 
of rubber, which can be either natural rubber or synthetic or a combination, in 
order to maintain the sulfur in super saturization during the state of dispersion in 
the interior of the composition of vulcanisable rubber. 

The tensio-active agent suitable to this invention shows strong lipophilic 
properties, compatible with rubber, corresponding to an HL value (equilibrium 
hydrophilic-lipophilic) of 1 to 8, preferably 2 to 8, which represents the connection 
between hydrophilic and lipophilic groups. Examples of such tensio-active agents 
are given as esters of oleic, stearic, palmic, lauric acid with sorbitan, the esters of 
oleic and stearic acids with polyoxyethylene, polyoxyethylene-nonylphenol, 
stearate and laurate of diethylense glycol, etc. 
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If the HL value is less than 1 , the affinity of the tensio-active agent towards 
the rubber is so greatly elevated that it is hardly absorbed in the interface 
between the rubber and the sulfur and it is dissolved in the rubber. While if this 
value is greater than 8, the affinity towards the rubber is so greatly weakened so 
that the quantity of the agent absorbed is weak, because of a partial absorption 
at the interface between the rubber and the sulfur, of a kind that a stable state 
can not be obtained without a long duration. 

According to this invention, the tensio-active agent is added in the 
proportion of 0.1 to 150% in weight, preferably 0.5 to 100% in weight, with 
regards to the sulfur added as an agent of vulcanization. If less than 0.1 % in 
weight is added, this quantity is not sufficient to obtain a monomolecular 
absorption in the interface between all the sulfur and the rubber. While if more 
than 150% in weight is added, the physical properties of the rubber are altered. 

According to the invention, the energy put into action is raised because of 
the crystallization of sulfur, and the stabilization by dispersion of the sulfur is 
difficult during a long duration. The invention then agrees with the cases where 
the duration of excitation at the surface of the rubber is limited by the action of 
cooling and at the beginning of the process of resting, as that of the extrusion in 
the process of preparation of the rubber. 

Other ingredients besides sulfur can be added to the compositions of 
rubber in this invention, such as other usual agents of vulcanization, accelerators 
of vulcanization, promoters of vulcanization, agents of softening, antioxidants, 
strengthening charges, etc. 

According to this invention, various types of synthetic rubbers can be 
used, such as rubbers made of polysoprene, polybutadiene, co-polymer styrene- 
butadiene, co-polymer acrylo-nitrile-butadiene, co-polymer ethylene-propylene, 
butyle and other similar rubbers. 

The tensio-active agent added to the compositions of rubber according to 
this invention, does not produce any real effect on the physical properties of 
vulcanized and non-vulcanized rubbers. 

The invention will be better including the reading of the detailed 
description which follows of several examples not limited to the various 
methods... 
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...of realization of the invention. 
Examples 1 to 1 1 

The various compositions of rubber indicated in table 1 are mixed, extruded 
across a cold die of the size 1 5.24 cm for tubes, cooled by water, excited by a 
process of shrinking, then left to rest for a duration of 1 to 3 days. The 
efflorescence was determined by photography through use of an optical 
microscope, and the zone of efflorescence was measured with an image 
analyzer (sold under the commercial name of "Orunicon" by the company called 
Shimazu Seisakusho ltd), to measure the rate of efflorescence for the surface of 
the rubber. 

The various physical properties of the composition of rubber, vulcanized 
and non-vulcanized, were determined following the norms JIS K6300 and JIS 
K6301 and the results obtained are given in table 1 . 

These results show that the compositions of rubber in this invention, 
containing a tensio-active agent, present a large improvement in the 
efflorescence of sulfur, and, in addition, the physical properties of rubbers 
(vulcanized and non-vulcanized)are not appreciably modified, by comparison to 
those compositions not containing a tensio-active agent. 

That being said, the invention is not at all limited to the examples 
described; It is adaptable to numerous variants accessible to experts, without 
moving away from the spirit of the invention. 
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Table 1 (1/4) 




ConriDOsitionVmixture 

# 


//^/^mr^o rat i\/o 

^compcirciiive 


o 

£. 

^CAailipic/ 


^example/ 


A 
*\ 

^cxarnpie^ 


c 
D 

^exampieQ^ 


D 

(Comparative 
example ) 


Natural rubber 


100 


100 


100 


100 


100 


100 


Carbon black HAF 


50 


50 


50 


50 


50 


50 


Stearic Acid 




o 


o 


o 


o 


2 


Zinc Oxide 


D 


C 

O 


c 
O 


O 


O 


5 


Antioxidant P fx1 ) 


1 




1 


1 


1 


1 


Accelerator of 
vulcanization NOBS 
(x2) 


1 


1 


1 


1 


1 


1 


Sulfur 


4 


4 


4 


4 


4 


4 


Insoluble Sulfur 














acid and sorbitan 




1.5 










Mono-ester of 
sorbitan 






1.5 








IViUI \3\ 

palnnic acid and 
sorbitan 








1.5 






Stearate of 
polyethylene 










1 .o 




Polyoxyethylene 
nonylphenol 












1,5 


HL value of various 
tensio-active agents 


X 


1.8 


4.7 


6.7 


8.0 


9.5 
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Table 1 (2/4) 




Composition\mixture 
# 


7 

(comparative 
example) 


8 

(example) 


9 

(example) 


10 

(Example) 


11 

(exampled) 


Natural rubber 


100 


100 


100 


100 


100 


Carbon black HAF 


50 


60 


50 


50 


50 


Stearic Acid 


2 


2 


2 


2 


2 


Zinc Oxide 


5 


5 


5 


5 


5 


Antioxidant P (x1 ) 


1 


1 


1 


1 


1 


Accelerator of 
vulcanization NOBS 

(x2) 


1 


1 


1 


1 


1 


Sulfur 












Insoluble Sulfur 


7 


7 


7 


7 


7 


Tri-ester of Oleic 
acid and sorbitan 




1,5 








Mono-ester of 
stearic acid and 
sorbitan 






1.5 






Mono-ester of 
palmic acid and 
sorbitan 








1.5 




Stearate of 
polyethylene 










1.5 


Polyoxyethylene 
nonylphenol 












HL value of various 
tensio-active agents 


X 


1.8 


4.7 


6.7 


8.0 
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Table 1 (3/4) 




Composition\m ixture 
# 


1 

(comparative 
example) 


2 

(example) 


3 

(example) 


4 

(Example) 


5 

(example) 


6 

(Comparative 
example) 


Results 














Efflorescence Rate 
(%) after 1 days rest 


8.0 


3.9 


2.7 


3.0 


3.5 


5.6 


After 3 days rest 


13.5 


11.6 


4.6 


5.1 


5.9 


12.0 


Mooney Viscosity 
(ML 1x4) 


83 




82 


82 


82 




Time of Mooney 
Rolling (mn) 


18 




17 


18 


18 




Hardness (degrees) 


63 




62 


62 


62 




Strength (%) 


52 




51 


53 


52 




Extension (%) 


450 




460 


450 


470 




100% Module 
(kg/cm2) 


30 




29 


30 


30 




200% Module 
(kg/cm2) 


134 




130 


132 


132 




Resistance to 
tension (kg/cm2) 


240 




250 


240 


240 





XI N, Nl-diphenyl-p-phenylenedlamine 

X2 N-oxydiethylene-2-benzothiazylsulfenamlde 

X3 Sold by Stauffer Chemical (CRYSTEX) 



Table 1 (4/4) 




Composition\mlxture 
# 


7 

(comparative 
example) 


8 

(example) 


9 

(example) 


10 

(Example) 


11 

(example) 


Results 












Efflorescence Rate 
(%) after 1 days rest 


10.0 


7.0 


7.3 


8.0 


8.2 


After 3 days rest 


15.0 


13.0 


12.0 


13.0 


13.2 


Mooney Viscosity 
(ML 1x4) 


75 


74 


75 


76 


75 


Time of Mooney 
Rolling (mn) 


10 


9 


9 


8 


10 


Hardness (degrees) 


74 


74 


73 


73 


73 


Strength (%) 


48 


49 


48 


49 


49 


Extension (%) 


270 


265 


270 


275 


272 


100% Module 
(kg/cm2) 


53 


52 


54 


52 


53 


200% Module 

(kg/cnn2) 


132 


130 


132 


135 


130 


Resistance to 
tension (kg/cm2) 


200 


205 


202 


210 


215 
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Claims 

1 . Composition of vulcanisable rubber in which the efflorescence of sulfur is 
improved, characterized In that a tensio-active agent is added to a 
composition of rubber to which sulfur has been added as an agent of 
vulcanization in the proportion of 0.5 to 10 parts weight for 100 parts 
weight of rubber, which can be natural or synthetic or a mixture, in order to 
maintain the sulfur in super saturation at the state if dispersion in the 
aforementioned composition of vulcanisable rubber. 

2. Composition according to claim 1 characterized In that the tensio-active 
agent has an HL value from 1 to 8, which represents a relationship of the 
equilibrium of the hydrophilic and lipophilic groups. 



3. Composition according to claim 2 characterized in that the tensio-active 
agent is an ester of oleic, stearic, palmic, or lauric acid with sorbitan, or 
an ester of oleic or stearic acid with polyoxyethylene, or polyoxyethylene 
nonylphenol, or stearate or laurate of diethylene glycol. 

4. Composition according to claim 1 . characterized in that 0.5 to 150% in 
weight of the tensio-active agent can be added, in relation to the sulfur 
which has been added as an agent of vulcanization. 



